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CLAIMS 


We claim: 

1 . An annular seal having a central longitudinal axis and forming a seal between interior 
and exterior volumes when held under compression between opposed first and second parallel 
faces of respective first and second flanges, comprising: 

a metallic first layer; and 

a metallic second layer, integrated with the first layer, 
wherein the first layer is cold formable and the second layer has higher resistance to stress 
relaxation than the first layer under target thermal operating conditions. 

2. The seal of claim 1 wherein the second layer extends continuously between first and 
second portions positioned for contacting the first and second faces and the first layer extends 

y, continuously between first and second portions respectively positioned longitudinally inward 
of said second layer first and second portions. 
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fp 3. The seal of claim 2 wherein the first layer consists essentially of a first nickel-based 
W superalloy and the second layer consists essentially of a second nickel-based superalloy. 


4. The seal of claim 1 having a radial section of bellows-like structure. 

5. The seal of claim 1 wherein only the second layer of the seal is in contact with the 
exterior volume. 


6. The seal of claim 1 wherein: 
25 each of the first and second layers provides at least 10% of the radial span of a radial 

section of the seal along a majority of a length thereof; and 

each of the first and second layers provides at least 10% of the local longitudinal 
compressive strength of the seal along a major portion of the length thereof. 

30 7. The seal of claim 1 wherein the first layer consists essentially of a nickel- or 
cobalt-based superalloy. 

8. The seal of claim 7 wherein the target thermal operating conditions comprise a 
temperature of about 1600°F (871°C) to 2000°F (1093°C). 
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The seal of claim 1 wherein: 
the first layer consists essentially of a first nickel-based superalloy; and 
the second layer consists essentially of a cast y' hardened second nickel-based 
superalloy. 


10. A process fonmanufacturing a seal having a central longitudinal axis and forming a seal 
between interior andjexterior volumes when held under compression between opposed first and 
second parallel facea of respective first and second flanges, comprising: 
cold forming an annular first seal layer; and 
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applying a s 
wherein the second 


jcond layer to a first surface of the first layer, 

layer has a higher resistance to stress relaxation than does the first layer at 
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a target operating t< mperature in excess of 900°C. 

11. A process f >r manufacturing a seal having a central longitudinal axis and forming a seal 
between interior an i extepor volumes when held under compression between opposed first and 

\ ective first and second flanges, comprising: 

lar first seal layer; and 
kyer to a first surface of the second layer via a process selected from 


second parallel face s 
cold formin; 
applying a s< 

the group consistin; 

the] 



spray of molten alloy droplets and powder; 


therm il spray of creep resistant alloys with ceramic particles; 
vapor deposition; 

slurry :oating of ceramics and curing at elevated temperatures; 
electro forming of high temperature alloys; and 
combii lations thereof. 
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The process df claim 1 1 wherein: 
the first layer/is formed having a bellows-like section prior to the application of the 
second layer; and / 

after the application of the second layer, there is no machining step which removes a 
portion of the applied second layer material. 


of claim 12 wherein the step of cold forming comprises^one of: 


13. The process • 

cutting an apnulus from a tube and deforming the annulus to provide a radial section of 
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enhanced compressibility; 

forming and welding a strip into an annulus and deforming the annulus to provide a 
radial section of enhanced compressibility; and 

deforming a flat strip to provide a section of enhanced compressibility and further 
deforming and voiding the strip to provide an annulus having a radial section of enhanced 
compressibility 
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14. A process for manufacturing a seal having a central longitudinal axis and forming a seal 
between interior and exterior volumes when held under compression between opposed first and 
second parallel faces of respective first and second flanges, comprising: 

coldfformingxan annular first seal layer form a refractory material; and 

appwing an oxiliation resistant coating to the first layer. 


15. 
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herein the coating entirely covers the first seal layer. 


claim 14 wherein the coating comprises at least one of molybdenum 
disilicide afid nickel dluminide and is formed by a process including the acts of slurry coating 
of at least j ne component of the coating and baking. 

17. Ap 


ocess for manufacturing an article, comprising: 
colfl forming a substrate from a first nickel- or cobalt-based superalloy; and 
applying a coating of a cast y' hardened second nickel-based superalloy to the substrate. 


1 8. THe process of claim 17 wherein the application is via thermal spray process and 
provides jhe coating having a thickness of at least 10% of a thickness of the substrate. 

25 19. T]he process of claim 17 wherein the article has a creep resistance at 982°C greater than 
a cold farmed article of like dimensions consisting essentially of the first superalloy. 

20. /The process of claim 17 wherein said substrate is formed from said first nickel-based 
superalloy. 
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